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WHAT IS CLAIMED IS: 



A method for depositing a low dielectric constant film, comprising: 
^oducing a siloxane comprising two or more silicons and four or more 
methyl grob^bonded to the silicons into a processing chamber; 

introduc^ at least one oxidizable chemical comprising a member selected 
from the group cor^sting of tertiarybutyl, tertiarybutoxy, furfuryl, furfuryloxy, and 
neopentyl into the proo^sing chamber; 

reacting the siloxahe and the at least one oxidizable chemical with an 
oxidizing gas at a temperature^t retains the member in a conformal layer; and 

annealing the conformal laW at a temperature sufficient to convert the 
member to dispersed voids. 



2. The method of claim 1 , wherein the Irlleast one oxidizable chemical 
comprises two or more members selected fror^Jthe group consisting of 
tertiarybutyl, tertiarybutoxy, furfuryl, furfuryloxy, and neopl^^tyl. 



m 



3. The method of claim 2, wh^ 
furfuryl ether. 



rein the at least one oxidizable chemical is a 



4. The method of claim 3, wherein the fiMuryl ether is selected from the group 
consisting of tertiarybutylfurfuryl ether and neo^ntylfurfuryl ether. 



5. The m 

comprises silicon 



inil, wherein the at least one oxidizable chemical 




6. The method of claim 5, wherein the at least one oxidizable chemical is a 
silane. 

7. The method of claim 6, wherein the silane is dimethylfurfuryloxy silane. 

8. The method of claim 5, wherein the at least one oxidizable chemical is a 
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disiloxane. 



9. The method of claim 8, wherein the disiloxane is selected from the group 
consisting of 1 ,3-dimethyl-1 ,3-ditertiarybutyl disiloxane and 1 ,3-dimethyl-1 ,3- 
ditertiarybutoxy disiloxane. 



10. ^'5l3^method of claim 1 , wherein the at least one oxidizable chemical is 1 ,1- 
ditertiarybut^ethyteQe. 

1 1 . The method of claim 1 , whefeiR^he siloxane is selected from the group 
consisting of 1 ,1 ,3,3-tetramethyldisiloxane7^T:3t5^tetramethylcyclotetra 

and octamethylcyclotetrasiloxane. 



12. The method of claim 11, wherein the at least one oxidizable chemical is 
tertiarybutylfurfuryl ether. 

13. The method of claim 11, wherein the at least one oxidizable chemical is 
1 ,1 -ditertiarybutylethylene. 

14. The method of claim 11, wherein the at least one oxidizable chemical Is 
1 ,3-dimethyl-1 ,3-ditertiarybutyl disiloxane. 



1 5. The method of claim 1 1 , wherein the at least one oxidizable chemical is 
1 ,3-dimethyl-1 ,3-ditertiarybutoxy disiloxane. 




1 7. The method of claim 1 1 , wherein the at least one oxidizable chemical is 
neopentylfurfuryl ether. 



18. The method of claim 1 , further comprising depositing a silicon carbide layer 
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on the conformal layer prior to the annealing the conformal layer. 




A low dielectric constant film produced by a method for depositing a low 
dielectric constant film, comprising: 

imroducing a siloxane comprising two or more silicons and four or more 
methyl groups bonded to the silicons into a processing chamber; 

introcLicing at least one oxidizable chemical comprising a member selected 
from the groiib consisting of tertlarybutyi, tertiarybutoxy, furfuryl, furfuryloxy, and 
neopentyl into tltte processing chamber; 

reacting the\siloxane and the at least one oxidizable chemical with an 
oxidizing gas at a tenijs^rature that retains the member in a conformal layer; and 

annealing the c(m|prmal layer at a temperature sufficient to convert the 
member to dispersed voids^ 



20. A computer storage medium containing a software routine that, when 
executed, causes a general purpose^(i^puter to control a deposition chamber for 
depositing a low dielectric constant filmWmD^ 

introducing a siloxane compri'sina^wo or more silicons and four or more 
methyl groups bonded to the silicons ihfo a prbcessing chamber; 

introducing at least one oxidizable chemicsU comprising a member selected 
from the group consisting of tertiarybutyl, tertiarybutgxy, furfuryl, furfuryloxy, and 
neopentyl into the processing chamber; 

reacting the siloxane and the at least one oxidi^ble chemical with an 
oxidizing gas at a temperature that retains the member in a coxiformal layer; and 

annealing the conformal layer at a temperature sufficient to convert the 
member to dispersed voids. 
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